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Dear Sir: 



The following documents and fees are submitted herewith in connection with the above 
application for the purpose of entering the National stage under 35 U.S.C. § 371 and in 
accordance with Chapter II of the Patent Cooperation Treaty: 

□ an executed Declaration and Power of Attorney. 

0 an English translation of the International Application. 
0 5 sheets of drawings. 

□ an English translation of Article 19 claim amendments. 

□ an English translation of Article 34 amendments (annexes to the IPER). 

□ an executed Assignment and PTO 1595 form. 

0 copy of Notification of Transmittal of the International Preliminary Examination 
Report with copy of International Preliminary Examination Report 

0 International Search Report 

□ a Form PTO- 1449 listing the ISR references, and a complete copy of each reference. 
0 a Preliminary Amendment 

The Declaration and Power of Attorney and Assignment will be submitted at a later date. 

It is assumed that copies of the International Application, the International Search Report, 
the International Preliminary Examination Report, and any Articles 19 and 34 amendments as 
required by § 371(c) will be supplied directly by the International Bureau, but if further copies 
are needed, the undersigned can easily provide them upon request. 
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PATENT APPLICATION 
IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re application of 
Jeremy Dennis B ARTLETT 
Appln. No.: Not Assigned 

Confirmation No.: Not Assigned Group Art Unit: Not Assigned 

Filed: January 15, 2002 Examiner: Not Assigned 

For: BRAIDED STENT 

PRELIMINARY AMENDMENT 

Commissioner for Patents 
Washington, D.C. 20231 

Sir: 

Prior to examination, please amend the above-identified application as follows: 
IN THE CLAIMS : 

Amend the claims as follows: 

4. (Amended) A stent according to claim 1 or 2, wherein each filament end is 
welded to one of its next-but-one neighbours. 

5. (Amended) A stent according to claim 1 or 2, wherein some but not all of the 
filament ends are welded. 

7. (Amended) A stent according to claim 5, wherein the diameter of the join is no 
more than 3, preferably less than 2.5, times the diameter of the filament. 
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PRELIMINARY AMENDMENT 
U.S. Appln. No. Not Assigned 

8. (Amended) A stent according to any of claim 5, wherein at least some of the 
joins provide a shoulder in a rearward axial direction. 

9. (Amended) A stent according to claim 1 or 2, wherein, in its fully unloaded 
conformation the angle a between filaments is less than 90°. 

10. (Amended) A stent according to claim 1 or 2, wherein the angle at which the 
filaments are joined to one another is in the range 0° to 15°. 

1 1 . (Amended) A stent according to claim 1 or 2, wherein the filaments bend 
outwardly towards the join, the angle at which they bend increasing as the filaments extend 
towards the join. 



2 



:i.O O S 3l O & [i 4 O »4*:I E O 2: 



PRELIMINARY AMENDMENT 
U.S. Appln. No. Not Assigned 



REMARKS 



Claims 4-5 and 7-11 have been amended to eliminate improper multiple dependencies. 
Entry and consideration of this Amendment is respectfully requested. 

Respectfully submitted, 




SUGHRUE MION, PLLC John T. Callahan 

2100 Pennsylvania Avenue, N.W. registration No. 32,607 

Washington, D.C. 20037-3213 
Telephone: (202) 293-7060 
Facsimile: (202) 293-7860 

Date: January 15, 2002 
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PRELIMINARY AMENDMENT 
U.S. Appln. No. Not Assigned 

APPENDIX 

VERSION WITH MARKINGS TO SHOW CHANGES MADE 
IN THE CLAIMS : 

Amend the claims as follows: 

4. (Amended) A stent according to [any preceding claim] claim 1 or 2 , wherein 
each filament end is welded to one of its next-but-one neighbours. 

5. (Amended) A stent according to [claims 1, 2, 3, or 4] claim 1 or 2 , wherein some 
but not all of the filament ends are welded. 

7. (Amended) A stent according to claim 5 [or 6], wherein the diameter of the join 
is no more than 3, preferably less than 2.5, times the diameter of the filament. 

8. (Amended) A stent according to any of claim 5 [to 7], wherein at least some of 
the joins provide a shoulder in a rearward axial direction. 

9. (Amended) A stent according to [any preceding claim,] claim 1 or 2, wherein, in 
its fully unloaded conformation the angle a between filaments is less than 90°. 

10. (Amended) A stent according to [any preceding claim] claim 1 or 2 , wherein the 
angle at which the filaments are joined to one another is in the range 0° to 15°. 
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PRELIMINARY AMENDMENT 
U.S. Appln. No. Not Assigned 

1 1 . (Amended) A stent according to [any preceding claim] claim 1 or 2 , wherein the 

filaments bend outwardly towards the join, the angle at which they bend increasing as the 

filaments extend towards the join. 



5 



;i GO 3" ;l 



f&fo3f 




WO 01/05331 



531 Rec'dPCT/F^TTjAN 2002 



BRAIDED STENT 



The present invention relates to an implantable stent 
for transluminal implantation in a body lumen, especially 



for use in the colon, bile ducts, urethras or ileums. 

There are several designs of stents, permanently 
implantable devices, for transluminal insertion into blood 
vessels and other lumen to prevent or reverse occlusion or 
10 stenosis thereof . There are three basic categories of 
device, namely heat -expandable devices, balloon- expandable 
devices and self -expanding devices. The present invention 
is concerned with sel f - expanding devices with an optional 
heat expanding capability, that is which are inserted into 
15 the body lumen in a radially compressed condition and which 
are mechanically biased towards a radially expanded 
position. Upon being released in the blood vessel at the 
desired position, the stent expands radially exerting 
outwardly directed pressure upon the inner surface of the 
20 wall of the body lumen in which it is positioned. 

One such expanding device which is commercially 
available is the so-called Wallstent. The device is 
described in WO-A-83/03752 . It consists of two sets of 
counter- rotating helical filaments of metallic wire which 
25 are braided together in a one over /one under pattern. 

A difficulty with braided stents in general is the 
tendency of the filaments at the end of the stent to 
unravel and splay outwards before or after deployment . 
This tendency makes the stent difficult to handle and the 
30 splayed ends can damage the inside wall of the body vessel 
in which the stent is deployed. In WO-A-83/03752, it is 
suggested that the filaments may be joined to one another 
at the end of the stent. However, as explained in a later 
specification by Wallsten et al in US-A-5061275 , for stents 
35 with a high axial braid angle a between counter -rotating 
filaments, that this rigidifies the ends of the prosthesis 
and can create unwanted permanent plastic deformation at 



5 



found in peripheral and coronary blood vessels, but also 
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the joins when stent diameter is changed. This makes it 
difficult for the stent to freely and reversibly adopt 
differing diameters. 

A new radially self -expanding stent according to a 
5 first aspect of the invention adapted for implantation in 
a body passage comprises first and second sets of mutually 
counter-rotating metallic filaments which are braided 
together and define a tubular stent body having two ends 
which is mechanically biased towards a first radially 
10 expanded configuration in which it is unconstrained by 
externally applied forces and can be retained in a second 
radially compressed configuration, and in which some or all 
of the filaments at the ends of the body are fixed together 
in pairs each consisting of counter- rotating filaments by 
15 placing the filament ends over one another and placing them 
adjacent to and substantially parallel to one another and 
further comprising a join at each end fixing to retain the 
ends of the filaments in contact with one another. 

A stent with this configuration allows its ends to 
20 deform elastically during compression and expansion. The 
stress created during this process is redistributed over 
the section of the braid that is adjacent to a joined end 
and this deforms in a generally elastic manner. Because of 
this the join has a reduced stress load on it and can 
25 recover elastically. 

In this case the respective filaments may be shaped 
such that the ends bend outward radially, and may be 
configured such that the angle at which they bend outward 
radially increases towards the end. 
3 0 The filaments may be folded over one another or 

partially unfolded at the ends. The fixed ends may be 
shaped or heat treated to urge the respective filaments to 
a position in which they are biased out of parallel 
alignment with the adjacent filament to which they are 
35 connected at the region of the join. 

Although the welding can be by resistance welding 
and/or by pressure, it is preferred for heat to be used, 
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generally by spot, laser, or plasma welding. Preferably 
the welding softens the metal such that it forms a globule 
before resolidifying to form a bead. 

For some embodiments and applications it may be 
5 adequate to join some but not all of the filament ends. 
For instance it may be convenient to weld every third pair 
of counter- rotating filaments at the end of one or both 
ends of the stent body. Preferably at least every other 
pair is welded at both ends, more preferably every pair is 

10 welded at one, or preferably both, ends. In any of these 
cases each filament and may be joined to one of its next- 
but -one neighbours. 

Preferably no filler wire is used in the welding 
although it may, for some purposes, be useful to include 

15 filler wire, for instance where the filler has different, 
usually greater, radiopacity than the material from which 
the metal filaments are made. The formation of a bead 
and/or the use of high radiopacity filler material at the 
join enables the ends of the stent to be made more 

20 radiopaque (to X-rays transmitted perpendicular to the 
axis) than the body of the stent between the ends. This 
assists in visualisation of the stent during an operation. 

If a bead is formed it generally may have a diameter 
of at least 1.2 times that of the diameter of the filament, 

25 for instance at least 1.5 times or as much as or more than 
2 times the diameter. The diameter of the bead is usually 
no more than 3, preferably less than 2.5, times the 
diameter of the filament . We have found that it assists 
retention of the stent on a delivery device and its 

30 delivery from that device if the bead's periphery extends 
outwardly beyond the periphery of the stent as defined by 
the filament surfaces, preferably on the inner wall. This 
results in the bead providing shoulders on either or both 
the inner and outer walls which can provide a radially 

35 directed surface against which a corresponding radially 
directed surface on a movable component of a delivery 
device can bear to impose motion of the stent relative to 
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other components of the delivery device. Preferably each 
bead provides a shoulder in a rearward (with respect to 
delivery) axial direction- The shape of the resolidified 
bead at least on the outer wall of the stent is generally 
5 rounded, for instance approximately elliptical, and this 
provides a smooth external stent surface to minimise damage 
to the inside wall of the vessel in which the stent is 
implanted and/or the delivery system in which the stent is 
placed prior to deployment. 
10 A smooth inner weld surface is also preferable to 

ensure that the stent does not damage any device on which 
it is retained or any other mechanical device that may have 
to pass through it . 

It is suitable for heat treatment to be conducted by 
15 subjecting the stent either before or after the welding 
operation to elevated temperatures to harden the metal. 
For Elgiloy, (available from Fort Wayne Metals) for 
instance, heat treatment, optionally in a vacuum or inert 
atmosphere, may be carried out at a temperature in the 
20 range 510 to 530°C, for instance around 520°C for a period 
of at least 2 hours, preferably about 3 hours. 

The first radially expanded diameter is the diameter 
adopted by the stent when no externally directed force is 
exerted upon it, that is when it expands freely in air. 
25 This diameter is somewhat greater than the internal 
diameter of the lumen into which stent is to be implanted 
since this results in the stent exerting a continuous 
outwardly directed force on the internal wall of the body 
lumen in which it is located. In this fully unloaded 
30 conformation it is preferable that the angle a between 
filaments is less than 90°. Preferably in the range 70-89°, 
most preferably in the range 80° to 89°. 

Preferably the mutual angle at which the filaments are 
fixed is in the range 0° to 15°. 
35 The metallic stent is generally provided with a 

biocompatible coating, in order to minimise adverse 
interaction with the walls of the body vessel and/or with 
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the liquid, usually blood, flowing through the vessel- The 
coating may also allow delivery of a drug. The coating is 
preferably a polymeric material, which is generally 
provided by applying to the stent a solution or dispersion 
5 of preformed polymer in a solvent and removing the solvent. 
Non-polymeric coating materials may alternatively be used. 
Suitable coating materials, for instance polymers, may be 
polytetraf luoroethylene or silicone rubbers, or 
polyurethanes which are known to be biocompatible. 
10 Preferably however the polymer has zwitterionic pendant 
groups, generally ammonium phosphate ester groups, for 
instance phosphoryl choline groups or analogues thereof. 
Examples of suitable polymers are described in our earlier 
application number WO-A-93/01221 . Particularly suitable 
15 polymers described in that specification are those which 
are cross -linkable after coating, since these remain stably 
adhered to the surface. We have described other suitable 
biocompatible coating polymers which may be used in WO-A- 
98/30615. Polymers as described in those specifications 
20 are hemo- compatible as well as generally biocompatible and, 
in addition, may be lubricious. 

It is important to ensure that the metallic surfaces 
of the stent are completely coated in order to minimise 
unfavourable interactions, for instance with blood, which 
25 might lead to thrombosis in cases where this is not 
desirable. Although it may be possible to avoid the 
exposure to blood or metal surfaces at the crossover 
points, on the mutually contacting portions of the 
filaments, by sheathing the entire crossover points and 
30 hence fixing the filament to one another, as described in 
DE-A-424 0177, it is preferred that the crossover points 
along the body of the stent should not be fixed to one 
another but should be allowed to move, for instance to 
slide or rotate relative to one another. It is thus 
35 preferred for the coating to cover entirely the wires even 
at the crossover points . This can be achieved by suitable 
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selection of coating conditions, such as coating solution 
viscosity, coating technique and/or solvent removal step. 

It is preferred that each filament of the stent should 
execute at least one full turn of the helix. If the 

5 filaments execute less than a full turn, even with the 
joining of the ends of the filaments, the stent may be 
relatively unstable. Preferably each filament executes at 
least 6 turns, though generally less than 12 turns. It is 
preferred that the stent be formed from at least 4, more 
10 preferably at least 8 and most preferably at least 12 
filaments in each direction. The number of filaments 
depends at least in part upon the diameter of each filament 
as well as the desired diameter and the desired size of the 
openings between the filaments of the stent in its radially 

15 expanded and contracted condition. The number of filaments 
and their diameter affects the flexibility of the stent in 
its radially contracted condition during delivery. 
Generally the number of filaments in each direction is 32 
or less and more preferably from 24 downwards. 

20 The filaments may be made from circular section wire. 

It may, alternatively be advantageous for rectangular 
section wire to be used, for instance as described in 
DE-A-4240177 and in the early Wallsten patent 
WO-A-83/03752 . The use of flat (rectangular section wife) 

25 may provide optimum radial strength characteristics whilst 
minimising the overall thickness of the stent, especially 
at the crossover points, thereby minimising any 
interference of the liquid flow in the body passageway. 
The area of contact between wires at the crossover points 

3 0 can be maximised, if required, by the use of flat wire 
which increases the amount of friction between the wires 
upon relative movement, for instance during any changes in 
radius. This should increase the resistance of the 
expanded stent to radial contraction in use. The use of 

35 oval wire {with the smaller dimension being arranged 
substantially radially with respect to the stent axis) may 
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provide a particularly advantageous combination of strength 
whilst minimising the contact area at crossover points. 

The braiding is usually in a one over -one under 
pattern although other patterns such as one under-two over 
5 or two under-two over could be used. 

The thickness of the filaments depends upon the 
desired final diameter (open diameter) of the stent. Wire 
having a diameter of 0.04 nun upwards, for instance up to 
0.20 mm may be used. Wire with diameters at the lower end 

10 of the range would generally be used for making stents for 
use in small blood vessels, for instance in coronary 
arteries, where the diameters of the stents is generally in 
the range 0.5 mm up to 4.0 mm (fully radially expanded 
diameter) . Larger stents may be used in peripheral blood 

15 vessels, aortic aneurisms or in stents for use in 
urological passageways, the oesophagus and in the bile 
duct, where the stent may have a diameter up to about 
30 mm. 

The length of the stent in the fully unloaded 

20 conformation may be in the range 10 to 500 mm. The length 
depends on the intended application of the stent. For 
instance in peripheral arteries the stent may have a length 
for instance, in the range 4 0 to 3 00 mm. For coronary 
arteries, the length may be in the range 10 to 50 mm. The 

25 diameter may be in the range 2 to 4.5mm. 

For most of the passageways, the diameter of the 
stents in the first radially expanded conf ormation is 
substantially constant along the length of the stent. The 
stent may flare or have a reduced diameter towards the end 

30 portion, in some instances. However, for an insertion into 
some body passages it may be preferred for the diameter, 
that is the cross-sectional area, to vary along the length 
of the stent. For instance it may reduce migration of a 
device by providing it with a varying diameter along its 

35 length such that increased diameter sections and/or reduced 
diameter sections locate at and interact with, 
respectively, increased diameter body passageways (for 
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instance openings into a higher volume organ) or reduced 
diameter sections, for instance at a sphincter. Such 
varying diameter portions may be provided by use of an 
appropriate braiding mandrel, or alternatively by a post- 
5 braiding heat treatment, changing braid angle during 
manufacture, or by provision of shaped restraining means 
such as non-helical filaments etc. Alternatively two or 
more stent segments may be fitted together for instance by 
welding two independently formed sections having the 
10 desired shape. One particular application of a varying 
diameter stent is a stent for use in urological 
passageways, for instance to overcome benign prostatic 
hyperplasia. 

The filaments from which the braided stents are made 

15 are formed of a metal, for instance a surgical steel, and 
is usually of a type having good elastic properties, for 
instance a high cobalt stainless steel or an alloy such an 
Elgiloy. These such materials give a stent having good 
self -expanding capability. 

20 In addition to the self -expanding capability of the 

stent, it may be provided with a temperature dependent 
mechanical characteristic which allows a mechanical 
property of the stent to be changed by heating the stent 
from a temperature below transition temperature to above 

25 transition temperature. Thus some or all of the filaments 
may be formed from a shape memory alloy material such as 
nitinol. In such cases, in the stent prior to 

implantation, the stent is at a temperature below the 
transition temperature at which the metal changes from the 

30 martensitic structure to the austenitic structure. The 
filaments are adapted such that a transition from below the 
transition temperature to above the transition temperature 
will result in the stent either adopting a radially further 
expanded configuration or, preferably, retaining the same 

35 shape but having an increased resistance to radial 
collapsing under inwardly exerted pressure. 
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The stent could also be included in a graft used to 
replace damaged blood vessels (aneurisms) . For instance a 
stent according to the invention could be surrounded by a 
sleeve, of a porous or non-porous, elastic or inelastic, 
5 material. In this case, the sleeve may be configured so 
that it is able to deliver a drug to the tissue surrounding 
the stent when in use. Alternatively a sleeve could 
include one stent at each end, secured for instance by 
suturing or other means, to the stent. The stent can be 
10 sterilised before use using standard techniques. 

The present invention is illustrated further in the 
accompanying figures in which: 

Figure 1 is a side view of a stent according to the 
present invention in relaxed, radially expanded condition ; 
15 Figure 2 shows the minimum path of one filament in the 

stent of a first aspect of the invention; 

Figure 3 shows a view of a filament join in an example 
of the present invention, together with a prior art joining 
arrangement ; 

20 Figure 4 is data showing the particular benefits of 

the invention as opposed to an alternative technique; 

Figure 5 is a diagram showing a stent according to the 
invention during its construction; and 

Figure 6 shows a view of a further example filament 
25 join possible in a stent according to the present 
invention. 

As shown in figure 1, a stent 1 is formed of twelve 
wire filaments 2 arranged in right handed helices and 
twelve filaments 3 arranged in left handed helices. The 

30 filaments are braided in a one over/one under pattern. The 
angle a between the filaments in the radially expanded 
(relaxed, unloaded) condition is generally in the range 60- 
90°, in this example in the range 80-90°. Each filament, 
as shown more clearly in figure 2 which is enlarged 

35 relative to Figure 1, executes just over one complete turn 
(about 1M turns) within the length L of the stent. Each 
turn of the helix has a pitch of l a . The diameter of the 
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stent , and of each helix is d a . In the radially compressed 
condition and axially extended condition # the length L 
increases to L 2 , whilst the pitch of each helix increases 
from li to 1 2 and the diameter reduces from d x to d 2 . The 
5 dotted line in figure 2 shows a portion of the filament 2 
in its radially compressed state and indicates the length 
of one half of a turn of the helix as l 2 /2. 

Reverting to figure 1, at the ends 4 and 5 of the 
s"nt a pair of counter- rotating helices are connected 
10 t sther by overlapping them and laying them substantially 
p^-allel to one another and forming a bead of metal 8 
formed by welding or fusing the wires 6 and 7 . The angle 
p on the tangential plane on the surface of the body 
between the filaments 6 and 7 is, in this embodiment, about 
15 10°± 5°. With the angle (J selected as illustrated, in the 
fully unloaded condition, the ends of the stent do not 
flare to a disadvantageous degree. 

The stent illustrated in figure 1 is, for instance, 
suitable for implanting in a coronary artery. The diameter 
20 d x is in the range 2.5-4.0 mm. The diameter d 2 of the 
stent, in its axially compressed condition is generally at 
least \ less than diameter d 1# and for instance in the 
range 0.5 to 2.0mm. The wire used to form the filaments 
has a circular section and a diameter of 0.09 mm. The wire 
25 is formed from a high cobalt stainless steel or alloy such 
as Elgiloy. The beads 8 include no filler material but 
consist only of the material from which the wire of the 
filaments is formed. The beads generally have a diameter 
in the range 0.18 to 0.22 mm. When visualised using X- 
30 rays, the end portions of the stent including the beads 8 
have an increased radiopacity compared to the body of the 
stent . 

The length of the stent in this condition is L 2 (not 
shown) , whilst its diameter is d 2 . The angle a 2 between the 
35 filaments is reduced by 10 to 60% of the original angle. 
The stent can be retained in this condition either by 
exerting radial inwardly directed forces from the stent 
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along its length, or by exerting axially outwardly directed 
forces at the ends of the stent. The fixing of the ends of 
the filaments according to the present invention render 
this latter means of retaining the stent in its radially 
compressed condition more convenient since it can be 
achieved by extending pins or other means between the 
filaments adjacent to the bead 8 r or beyond the first 
crossover points along the length of the stent, at each end 
and increasing the separation between the ends to extend to 
the stent in the axial direction. Furthermore, the stent 
is easier to load into a delivery device. 

As well as making it convenient to extend the stent, 
and stabilise it against flaring at the ends, the joining 
of the ends of the filaments allows the stent further to be 
axially compressed by exerting axially inwardly directed 
pressure against each end, so as to expand the radius of 
the stent, especially in its central portion, beyond the 
diameter d x . The stent can thus be used to exert radially 
outwardly forces at a greater radial distance from the axis 

(than d a ) inside the blood vessel, for instance adding to 
or replacing the step of balloon dilatation prior to stent 

deployment . 

Figures 3 and 6 show two alternative joints that may 
be employed in the present invention. Referring first to 
figure 3, in this example the filaments 3 are joined with 
a weld which forms a bead 8 and are splayed slightly with 
a constant angle. Referring to figure 6, in this example 
the join 8 is also formed by a weld, but no bead is formed. 

As can be seen from figure 6, the joins 8 extend 
outward radially from the main body of the stent 1, and the 
filaments 3 are shaped so that the angle at which the join 
8 bends outward increases (preferably by 10 to 15°) as the 
filaments extend towards the join 8. 

It has been shown that the particular overlap and 
alignment configuration of the join has, surprisingly, 
particular benefits, in terms of strength and flexibility, 
over other arrangements, such as a simple twisting 
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arrangement. Data to this effect is shown in figure 4, 
which compares the prior art twist design 2 with an example 
of the invention. 

Without the joining of the filament ends such a test 
5 might be completely impossible and, even if it were not, 
the stent ends would be damaged during such an operation. 
With the angle a being less than 90° , the use of the stent 
as a dilation device is convenient since a relatively large 
increase in diameter can be achieved with a relatively 
10 small axial reduction in length (as compared to a stent 
with a higher value of a) . 

The manufacture of the stent will now be described 
with reference to figures 5A to 5E. This example differs 
slightly from that shown in figure 3, as the filaments have 
15 a differing cross-over configuration near their join. 

Firstly, filaments 2, 3 are braided together around a 
mandrel (not shown) to produce a generally tubular 
structure. The filaments 2, 3 are wound to satisfy the 
braid angle requirements discussed above, and the number of 
20 filaments selected dependent upon the overall diameter of 
the stent that is required, as well as the particular 
application in which the stent is to be used. 

Once secured, the filaments 2, 3 are severed around 
the circumference at position 16, which is located adjacent 
25 a series of crossover points. With the filaments secured 
at 15 and, though not shown, at the other, leading end of 
the stent portion 17, the stent can be removed from the 
forming mandrel and heat treated and/or coated as required. 
As part of the heat treatment, or even prior to or 
30 after heat treatment and coating the ends of some or all of 
the next -but -one neighbouring filaments are bent and 
aligned parallel to one another in a manner shown in figure 
5B. Also as part of this process the orientation of the 
cross-over point adjacent to the ends has its orientation 
35 changed in the manner shown in figure 5C. Some or all of 
the aligned ends are then welded together. The weld may be 
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such that beads 8 are formed, although beads 8 do not need 
to be formed on each end. 

After this step, the stent can be cleaned and coated 
with a solution of a 1:2 (mole) copolymer of 
5 (methacryloyloxy ethyl) -2- (t rime thyl ammonium ethyl) 
phosphate inner salt with lauryl methacrylate in ethanol 
(as described in example 2 of WO-A- 93/01221) for example . 
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CLAIMS 

1. A radially self -expanding stent for implantation in a 
body passage comprises first and second sets of mutually 

5 counter- rotating metallic filaments which are braided 
together and define a tubular stent body having two ends 
which is mechanically biassed towards a first radially 
expanded configuration in which it is unconstrained by 
externally applied forces and can be retained in a second 

10 radially compressed configuration, and in which some or all 
of the filament ends at the ends of the body are fixed 
together in pairs each consisting of counter -rotating 
filaments by placing the filaments over one another and 
placing them adjacent to and substantially parallel to one 

15 another and further comprising a join at each end fixing to 
retain the ends of the filaments in contact with one 
another . 

2. A stent according to claim 1, wherein the fixed ends 
20 are shaped or heat treated to urge the respective filaments 

to a position in which they are biased out of alignment 
with the adjacent filament to which they are connected and 
cross over one another. 

25 3. A stent according to claim 1 or claim 2, wherein the 
welding softens the metal such that it forms a globule 
before resolidifying to form a bead. 

4 . A stent according to any preceding claim, wherein each 
3 0 filament end is welded to one of its next-but-one 

neighbours . 

5. A stent according to claim 1, 2, 3 or 4, wherein some 
but not all of the filament ends are welded. 
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6. A stent according to claim 5, wherein the join 
generally has a diameter of at least 1.2 times that of the 
diameter of the filament. 

5 7. A stent according to claim 5 or 6, wherein the 
diameter of the join is no more than 3, preferably less 
than 2.5, times the diameter of the filament. 

8. A stent according to any of claim 5 to 7, wherein at 
10 least some of the joins provide a shoulder in a rearward 

axial direction. 

9. A stent according to^any preceding claim, wherein, in 
its fully unloaded conformation the angle a between 

15 filaments is less than 90°. 

10. A stent according to any preceding claim, wherein the 
angle at which the filaments are joined to one another is 
in the range 0° to 15°. 

20 

11. A stent according to any preceding claim, wherein the 
filaments bend outwardly towards the join, the angle at 
which they bend increasing as the filaments extend towards 
the join. 
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A radially self-expanding stent for implantation in a body passage comprises first and 
second sets of mutually counter-rotating metallic filaments which are braided together and define 
a tubular stent body having two ends which is mechanically biassed towards a first radially 
expanded configuration in which it is unconstrained by externally applied forces and can be 
retained in a second radially compressed configuration, and in which some or all of the filaments 
ends at the ends of the body are fixed together in pairs each consisting of counter-rotating 
filaments by placing the filaments over one another and placing them adjacent to and 
substantially parallel to one another and further comprising a join at each end fixing to retain the 
ends of the filaments in contact with one another. 
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DECLARATION 'AND POWER OF ATTORNEY 

As a below-named inventor, I hereby declare that my residence, post office address and citizenship 
are as stated below next to my name; I believe I am the original, first and sole inventor (if only one 
name is listed below) or an original, first and joint inventor (if plural names are listed below) of 
subject matter which is claimed and for which a patent is sought on an invention entitled 
BRAIDED STENT 



the specification of which is attached hereto or 

0 was filed on 1 7 JUL 2000 as United States Application Number or PCT International 
Application Number PCT/GBOO/02735 and was amended on (if applicable) 

1 hereby state that I have reviewed and understand the contents of the above identified 
specification, including the claims, as amended by any amendment referred to above. I 
acknowledge the duty to disclose information which is material to patentability as defined in 37 CFR 
1 .56. I hereby claim foreign priority benefits under 35 U.S.C. 1 1 9(a)-(d) or 365(b) of any foreign 
application(s) for patent or inventor's certificate, or 365(a) of any PCT international application 
which designated at least one country other than the United States of America, listed below and 
have also identified below, by checking the box, any foreign application for a patent or inventor's 
certificate, or PCT international application having a filing date before that of the application on 
which priority is claimed: 

Prior Foreign Foreign Filing Date Priority Certified Copy 

Application Number(s) Country Not Claimed Attached? 

YES NO 

9916812.2 GB 16 JUL 1999 □ □ □ 

0013362.9 GB 01 JUN 2000 □ □ □ 

□ □ □ 

As a named inventor, I hereby appoint the following registered practitioner(s) to prosecute this 
application and to transact all business in the Patent and Trademark Office connected therewith: 
John H. Mion, Reg. No. 1 8. 879 : Robert J. Seas, Jr., Reg. No. 21^092.; DarryJ Mexic, Reg. No. 

J23_,063; Robert V. Sloan, Reg. No^_22,775; Peter D. Olexy, Reg. No..2it^5J^; J. Frank Osha, Reg. 
No. 24~62 5; Louis Gubinsky, Reg. N o. 24 J335; Neil B. Siegel, Reg. No^2 5,200 ; David J. Cushing, 
Reg. No . 28,70 3; John R. Inge, Reg7hJoT26^6; Joseph J. Ruch, Jr .T~Reg7N o^. 26J57 7; Sheldon 
I. Landsman, Reg. N o. 25,430 ; Richard C. Turner, Reg. N o. 29,71 0 ; Howard L. Bernstein, Reg. No. 
25,665j Alan J. Kasper, Reg. N o. 25, 426; Kenneth J. Burchfiel, Reg. No^BJ_J333; Gordon Kit, Reg. 
No_^_3CL7_64; Susan J. Mack, Reg. No. 30.95 1 : Frank L. Bernstein, Reg. No ^_31 ,484 ; Mark Boland, 
Reg. No^ 32,1 97; William H. Mandir, Reg. No.^ 32,1 5g ; Brian W. Hannon, Reg. No . 32,778 ; 
Abraham J. Rosner, Reg. N o. 33,27 6; Bruce E. Kramer, Reg. N o. 33,725 ; Paul F. Neils,~Reg. No. 

_ 33,10 Z; Brett S. Sylvester, Reg. N o ; 32,76 5; Robert M. Masters, Reg. N o. 35 ^603 and George F. 
Lehnigk, Reg. No. 36,359. ~" ~~~ 
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! hereby declare .that ail statements made herein of my own knowledge are true and that all 
statements made on information and belief are believed to be true; and further that these statements 
were made with the knowledge that willful false statements and the like so made are punishable by 
fine or imprisonment, or both, under 18 U.S.C 1001 and that such willful false statements may 
jeopardise the validity of the application or any patent issued thereon. 
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